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PROCESSES
Rouge
Paste    *

Soldering
Gold and
Silver
Together

Soldering
a Small
Piece
to a
Large
Piece

Soldering

Hollow

Pieces

Unsoldering
Joints

Apply rouge paste to all parts to be protected.

Dry out all moisture before the flux and solder

are applied.

Keep the rouge away from all parts to be united

with solder; rouge interferes with the flow of

the solder,

Wash in clear water to remove the rouge be-

fore pickling,

Use silver solder when soldering gold and silver
together.

In soldering a small piece of metal on a larger

or heavier piece, place the larger piece on the

charcoal block when possible.

Direct the flame on the larger piece.   The heat

from the larger piece often heats the smaller

piece sufficiently so that both pieces become hot

at the same time which is important.

Direct a blast of heat on the smaller part when

the larger part has reached a dull red to bring

both pieces to the same temperature at the same

time.

A small hole should be left for an air escape if
hollow, pieces are soldered together or on a flat
surface.

rouge paste to the parts which are to
remain soldered.

Paint the joints to be unsoldered with flux.
Direct the flame on the piece to be unsoldered
and the piece to which it is soldered.
Melt the solder.